In the Claims 

Claims 1-61 (canceled). 



Claim 62 (original): A process of fomiing a semiconductor-on-insulator construction, 
comprising: 

fomiing a first layer over a substrate, the first layer being electrically Insulatlve; 
forming a plurality of discrete islands of material over the first layer; 
forming crystals in the material of the discrete islarids; 

forming a second layer over the discrete islands, the second layer comprising silicon 

and germanium; 

forming metal in physical contact with the second layer, and 

utilizing the metal for metal-lnduced-laleral-recryst^lization of the second layer, the 

metal-induced-lateral-recrystallization converting the second layer to a crystalline material. 

Claim 63 (original): The method of claim 62 wherein th© crystalline material consists of a 
single crystal. 

Claim 64 (original): The method of claim 62 wherein the crystalline material is 
polycrystalline. 

Claim 65 (original): The method of claim 62 further comprising removing the metal from 
over the crystalline material. 
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Claim 66 (original): The method of claim 62 wherein the substrate comprises one or more 
of glass, semlconductive material, metal, plastic, SIOs and AI2O3. 

Claim 67 (original): The method of claim 62 wherein the first layer consists of silicon 
dioxide. 

Claim 68 (original): The method of claim 62 wherein the material of the discrete islands 
consists of silicon or doped silicon. 

Claim 69 (original): The method of claim 62 wherein the material of the discrete Islands 
consists of doped silicon in which the dopant concentration is from about 10^' atoms/cm'to 
about 10^ atoms/cm^. 

Claim 70 (original): The method of claim 62 wherein the discrete islands have a thickness 
of from about 5 nanometers to about 1 0 nanometers. 

Claim 71 (original): The method of claim 62 wherein the second layer consists of silicon 
and germanium. 

Claim 72 (original): The method of claim 62 wherein the second layer consists of silicon, 
germanium and one or more dopants. 
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Claim 73 (original):- The method of claim 62 wherein the second layer has a thickness of 
from about 50 nanometers to about 100 nanometers. 

Claim 74 (original): The method of claim 62 wherein the metal comprises nicl<eL 

Claim 75 (original): The method of claim 62 wherein the forming the crystals in the material 
of the discrete islands comprises implanting helium into said material to form voids and 
subsequentiy exposing said material to laser-emitted electromagnetic radiation to form the 
crystals; 

Claim 76 (original): The method of daim 75 further comprising forming a cap over the 
discrete islands prior to Implanting the helium, and removing the cap prior to fomiing the 
second layer. 

Claim 77 (original): The method of claim 76 wherein the cap comprises silicon dioxide. 

Claim 78 (original): The method of claim 62 further comprising converting at least a portion 
of one or more of the islands to silicon dioxide after forming the second layer and prior to 
themetal-induced-lateral-recrystallization. 

Claim 79 (original): The method of claim 78 wherein the converting comprises implanting 
O2 into said one or more of the islands. 
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Claim 80 (original): The method of claim 62 further comprising: 
forming a third layer over the second layer; 

removing portions of the third layer to form openings extending through the third 
layer to the second layer; and 

forming the metal within the openings. 

Claim 81 (original): The method of claim 80 wherein the third layer comprises silicon 
dioxide. 

Claim 82 (previously presented): A process of forming a transistor associated with a 
semlconductor-on-lnsu!ator constmctlon, comprising: 

forming a first layer over a substrate, the first layer being electrically insulative; 

forming a plurality of discrete islands of material over the first layer; 

exposing the material of the discrete islands to helium and laser-emitted 
electromagnetic radiation; 

forming a second layer over the discrete Islands, the second layer comprising silicon 

and gemianium; 

forming metal In physical contact with the second layer and utilizing the metal for 
metaHnduced-lateral-recrystallization of the second layer, the metal-induced-lateral- 
recrystallization converting the second layer to a crystalline materia; 

forming a transistor gate over the crystalline material; and 

fomiing a pair of source/drain regions gatedly connected to one another by the gate 
and extending Into the crystalline material. 



PAGE W10^RCVDAT1I27/20055:(I3:01PM [Eastern Stands 



Jflhi-27-2805 14 : OS 



5098363'i24 P. 68/19 



Claim 83 (original): The method of claim 82 wherein the forming the source/drain regions 
comprises implanting dopant into the crystalline material. 

Claim 84 (original): The method of claim 82 wherein the crystalline material has a relaxed 

crystalline lattice, and further comprising: 

forming a strained crystalline lattice over the relaxed crystalline lattice; and 
forming the transistor gate over the straned crystalline lattice. 

Claim 85 (original): The method of claim 84 wherein the strained crystalline lattice and 
relaxed crystalline lattice together define a crystalline mass having a thicl<ness of less than 
or equal to 2000A. 

Claim 86 (original): The method of claim 84 wherein the strained crystalline lattice includes 
silicon. 

Claim 87 (original): The method of claim 84 wherein the strained crystalline lattice includes 
silicon and germanium. 

Claim 88 (original): The method of claim 82 wherein the transistor gate and source/drain 
regions are comprised by an NFET device. 
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Claim 89 (original): The method of claim 82 wherein the transistor gate and source/drain 
regions are comprised by a PFET device. 

Claim 90 (original): The method of claim 82 wherein the transistor gate and source/drain 
regions are associated with an active region which extends into the crystalline material, and 
wherein an entirety of the active region within the crystalline material Is within only a single 
ctystal of the cr^taliine material- 
Claims 91-101 (cancelled). 
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